JEWELRY MAKING
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Tools
and

Working
Materials

PROCESSES

Measuring

Making

the

Paper

Pattern

Rolling

Prepared reducing flux
or powdered borax

Emery cloth # 1

Polishing motor

Felt buffing wheel

Tripoli cake

Felt ring buff

Soda, ammonia, and
water solution

Granite pan

Stone lifter

Center punch

Twist drill #60

Hand drill

Wooden core

Ring clamp

Gravers

Oil stone

Light oil

Kerosene cloth

Ink eraser

File card

Bristle buffing wheel

Chamois buffing wheel

Rouge stick

Potassium sulphide so-
lution

Whiting

Small repousse tools

Chasing hammer

Burnisher

Soft cloth or chamois
buffing wheel

PREPARATION FOR CASTING

THE PATTERN

Measure the finger two sizes larger than the size

desired; this will be the required length of the

pattern to be cut

Measure with the dividers the depth and width

of the stones to be set.

Make a paper pattern the measured length,

wide enough to take care of- the settings and

the carved lines of the ornament.

Roll a piece of bar tin to about 12-gauge on
the ends, leaving a heavier gauge in the center>
thicker than the depth of the stones.